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MacdpereHHe otiiocktck k qepHod Metajuiyp- 

xpomhctux « Apyrax KomweKCHO-JieiHpoBaii- 
hmx sepxcaseioittKx cravieft, b tom micne viem- 
poaaHHUX THraHOM. 

HaBecTHbifi onocoC nonyneHax nepw a Boomed 
xpoHCOAepwamefi ct<uih BXAKmet a cetfa pac- 
mxaajieHHe uihxtu, o6e3yrjiepo*naanBe pac- 
naaaa, pacKHaieHHe, JierHpoBaHHe. h bmbvck 
rwaBKH b kobui noA nepBHWWM mjianoM. B bhh- 
ay no xoay iuibbrh bboaht okhcjh* Maprawu 
Ochobbocti* umaxa nepeA awnycKO* JWaBwt na 
nequ yBeaaqHBaiOT nyreM npkcaAxH uapraHue- 
aofi mjjh xpoMHCTOa pyA* a H30CCTH, flajiee W 
xajui «.epe3 cronopHoe oTBepctHe nepeieaaiOT 
bo Btopoft kobui, rAe :npOBoiflT\jierHpoBaHHe 

JierxooKHcaaioimiMwc* ^ ------ 

Tsxaaoa. B .koboi bbojiot 
, mfl^Marcpaajw ..juutioa 

> PtMBOH CTOAH ^ 

auiaeHHe npoKsaoAHTeawioCT* . crajjennaaiU^ • f nn S? HearpajibHUia. raatMi n aaoro*. 
Horo arperara. . , - : M r flaH !^H. : v^;^Q-ppe3y*bTaTa»i arta^Haa : npo6 Merajiaa 

•A» aroro b BauHy ao pacKHoieiiHa bbomt " "rpe^Ho^KV 0 ^,^*" 888 "' °P 0HaB °A«r 
okhc™ h-h Ka^>6oHB'TU *apf a H «a, Woci,i 4ro 'V Sc? SrZlT" "POMaaoAar. 
a u^aK raao-, a;» 
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IIO B CT3VI€p83AIIB01HUA KOBID/lIpH OCBdiHOtTH 

tOABKa He ueuec 1.3 c oownpaiieBBtiH mnnt^ 
bbhh«u Mera/Laa thtshou^ \ . . 7^ 
Bucviaaka. craum no HOBOMy cnocooy aaiuij- 
latsTca. b .caeayioateM. fl craiauaiwaas^o 
.neu sarpywam iierajwHiecnyio mHxry, 'xdo^ ; 
M ?»y» pyay, ckboiu iuh K&p6oHaTU Mapfaaai 
h. ocHOBHue ULnaKoo6paayioBuie MBTepHaiiu..3a« 
ttti b oCbKiHow nopajuc* pacnjiawaiOT h o6esyr> 
JiepoaflaaiOT pftciwas. n P K stom opojtyBicy 

Vn P 048B04Ht KHCflOpOAOM. R0B. ^eckio Kucaopo- 

-»a H aeftrpajibaora rasa, a npa BhiaaaBKe aaoi- 

U a3 ? Ta v XpoMonaa .pyAa («cjih oua^noabayei- 
ct). okhcjtu nm, KapftoHatt^ m aprauaa lacta*-' 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag- forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1 .3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1.3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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